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PRELIMINARY AMENDMENT UNDER 37 CFR § 1 .115 



Commissioner for Patents 
Washington, D.C. 20231 
Dear Sir: 

This preliminary amendment is submitted with the application for entry into 
the U.S. National Phase under Chapter II. This application is based on 
PCT/EP00/04807 filed on 26. May 2000. 

In connection with the filing of this National Phase application, please make 
the following preliminary amendments. 
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^ ^an Version of Amendments 

Please make the following amendments: 
IN THE SPECIFICATION: 

After the title, please insert -This application is a National Phase Application 
of Patent Application PCT/EPOO/04807 filed on 26. May 2000.- 

Please add the following abstract on page 40: 
- ABSTRACT 

The invention relates to a coating material that can be cured thermally or by 
actinic radiation and that contains at least one component (a1 ) with at least two 
functional groups (all) which serve for cross-linking, by actinic radiation, and at least 
one functional group (a12) that can enter into thermal cross-linking reactions with the 
hydroxyl and/or thiol groups (a21) in component (a2), at least one branched cyclic 
and/or acyclic C 9 -C 16 alkane (a2)) that is functionauzed with at least two hydroxyl or 
thiol groups (a21) or with at least one hydroxyl and at least one thiol group, and 
optionally at least one photo initiator (a3), at least one initiator of the thermal cross- 
linking reaction (a4), at least one reactive diluent that is cured by actinic radiation 
and/or thermafly, at least one lacquer additive (a6), at least one thermally curable 
component (a7) and/or at least one organic solvent (a8). The inventive coating 
material is used to produce transparent lacquers and multi-layer chromophor and/or 
effect lacquers.— 

IN THE CLAIMS: 

Please replace original claims 1-14 with the following amended claims 1-14. 
Please add new claims 15-17. 

1 . (Amended) A coating material curable thermally and with actinic radiation, 
comprising 

(a1) at least one constituent comprising 

(a1 1 ) at least two functional groups which serve for 
crosslinking with actinic radiation, and 
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^|12) at least one functional grou^pch is able to 
undergo thermal crosslinking reactions with the hydroxyl and/or 
thiol groups (a21) in the constituent (a2), and 
(a2) at least one branched, cyclic and/or acyclic C 9 -Ci 6 functionalized 

alkane comprising at least two functional groups (a21) selected from 
the group consisting of hydroxyl groups, thiol groups, and mixtures 
thereof. 

(Amended) The coating material of claim 1 , further comprising at least one 
member selected from (a3) at least one photoinitiator, (a4) at least one 
thermal crosslinking initiator, (a5) at least one reactive diluent curable 
thermally and/or with actinic radiation, (a6) at least one coatings additive, (a7) 
at least one thermally curable constituent, (a8) at least one organic solvent, 
and mixtures thereof. 

(Amended) The coating material of claim 1 , wherein functional groups (a1 1 ) 
comprise at least one group selected from olefinically unsaturated groups, 
epoxide groups, and mixtures thereof, and functional groups (a12) comprise 
isocyanate groups. 

(Amended) The coating material of claim 1 , wherein constituent (a1 ) 
comprises at least one member selected from a urethane (meth)acrylate, a 
polyester (meth)acrylate, or mixtures thereof. 

(Amended) The coating material of claim 1 , wherein functionalized alkane 
(a2) is liquid at room temperature. 

(Amended) The coating material of claim 1 , wherein functionalized alkane 
(a2) has a boiling point of over 200°C. 

(Amended) The coating material of claim 1 , wherein functionalized alkane 
(a2) is acyclic. 
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(Amended) The 




ting material of claim 1 , wherein f^pionalized alkane 



(a2) comprises primary and/or secondary hydroxyl and/or thiol groups. 

(Amended) The coating material of claim 1 , wherein functionalized alkane 
(a2) is a polyol (a2). 

(Amended) The coating material of claim 9, characterized in that the polyols 
(a2) are diols and/or triols (a2). 

(Amended) The coating material of claim 10, characterized in that the 
polyols (a2) are positionally isomeric dialkyloctanediols. 

(Amended) The coating material of claim 1 1 , characterized in that the polyol 
(a2) comprises 2,4-diethyl-1,5-octanediol. 

(Amended) A process of coating a substrate comprising applying to a 
substrate the coating material of claim 1 . 

The process of claim 13 wherein the applied coating material is at least one 
coating selected from a basecoat or a clearcoat. 

(New) The coating material of claim 1 , wherein functionalized alkane (a2) 
comprises primary and secondary hydroxyl and/or thiol groups. 

(New) The coating material of claim 1 1 , characterized in that the polyols (a2) 
are positionally isomeric diethyloctanediols. 

(New) The process of claim 13 wherein the substrate is an automotive part, 
an article or component of furniture, a coil, or a container. 
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Remarks 

Upon entry of the present amendment claims 1-17 are pending in the 
application. Claims 1-14 have been amended in accordance with the requirements 
of U.S. patent practice. New claims 15-17 add no new matter, as these claims 
contain subject matter deleted from the amended claims. Applicants respectfully 
request entry of the preliminary amendment. 
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led -up Version of Amendments '^ 

Please make the following amendments: 
IN THE SPECIFICATION: 

After the title, please insert -This application is a National Phase Application 
of Patent Application PCT/EP00/04807 filed on 26. May 2000.- 

Please add the following abstract on page 40: 
- ABSTRACT 

The invention relates to a coating material that can be cured thermally or by 
actinic radiation and that contains at least one component (a1) with at least two 
functional groups (all) which serve for cross-linking, by actinic radiation, and at least 
one functional group (a12) that can enter into thermal cross-linking reactions with the 
hydroxyl and/or thiol groups (a21) in component (a2), at least one branched cyclic 
and/or acyclic C 9 -C 16 alkane (a2)) that is functionauzed with at least two hydroxyl or 
thiol groups (a21) or with at least one hydroxyl and at least one thiol group, and 
optionally at least one photo initiator (a3), at least one initiator of the thermal cross- 
linking reaction (a4), at least one reactive diluent that is cured by actinic radiation 
and/or thermafly, at least one lacquer additive (a6), at least one thermally curable 
component (a7) and/or at least one organic solvent (a8). The inventive coating 
material is used to produce transparent lacquers and multi-layer chromophor and/or 
effect lacquers.— 



IN THE CLAIMS: 

1 . (Amended) A coating material curable thermally and with actinic radiation, 
comprising 

(a1 ) at least one constituent [containinal comprisinq 

(a1 1 ) at least two functional groups which serve for 
crossiinking with actinic radiation, and 

(a 12) at least one functional group which is able to 
undergo thermal crossiinking reactions with the hydroxyl and/or 
thiol groups (a21) in the constituent (a2), and 
(a2) at least one branched, cyclic and/or acyclic C 9 -Ci 6 functionalized 

alkane comprising at least two functional groups (a21 ) selected from 
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the group cjjfrstinq of hvdroxvl groups, thi ol ard^p, and mixtures 
thereof ffunctionalized with at least two hydroxyl or thiol groups or with 
at least one hydroxyl and at least one thiol group (a21 )]. 



(Amended) The coating material [as claimed in]of claim 1 , [characterized in 
that it additionally comprises one or more of the componentsl further 
comprising at least one member selected from (a3) at least one photoinitiator, 
(a4) at least one thermal crosslinking initiator, (a5) at least one reactive 
diluent curable thermally and/or with actinic radiation, (a6) at least one 
coatings additive, (a7) at least one thermally curable constituent, [and/or] 
(a8) at least one organic solvent, and mixtures thereof. 

(Amended) The coating material [as claimed in]gf claim 1 [ or 2], 
[characterized in that saidl wherein functional groups (a1 1) comprise at least 
one group selected from olefinically unsaturated groups^ [and/or ]epoxide 
groups, and mixtures thereof J especially olefinically unsaturated groups,] and 
[said] functional groups (a12) comprise isocyanate groups. 

(Amended) The coating material [as claimed in one] of claim[s] 1 [ to 3], 
[characterized in that saidl wherein constituent (a 1 ) comprises at least one 
member selected from a urethane (methOacrylate^ [and/or] a_polyester 
(methteicrvlate . or mixtures thereof . 

(Amended) The coating material [as claimed in any] of claim[s] 1 [ to 4], 
[characterized in that thel wherein functionalized alkane (a2) is liquid at room 
temperature. 

(Amended) The coating material [as claimed in any] of claim[s] 1 [ to 5], 
[characterized in that thel wherein functionalized alkane (a2) has a boiling 
point of over 200°C. 

(Amended) The coating material [as claimed in any] of claim[s] 1 [ to 6], 
[characterized in that thel wherein functionalized alkane (a2) is acyclic. 
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8. (Amended) The coating material [as claimed in any] of claim[s] 1 [ to 7], 
[characterized in that thel wherein fu notional ized alkane (a2) comprises 
[contains ]primary and/or secondary[, especially primary and secondary,] 
hydroxyl and/or thiol groups. 

9. (Amended) The coating material [as claimed in any] of claim[s] 1 [ to 8], 
[characterized in that thel wherein functionalized alkane (a2) is a polyol (a2). 

10. (Amended) The coating material [as claimed in]of claim 9, characterized in 
that the polyols (a2) are diols and/or triols (a2). 

1 1 . (Amended) The coating material [as claimed in]of claim 10, characterized in 
that the polyols (a2) are positionally isomeric dialkyloctanediols[, especially 
diethyloctanediols]. 

12. (Amended) The coating material [as claimed in]of claim 1 1 , characterized in 
that the polyol (a2) [consists of or ]comprises 2,4-diethyl-1,5-octanediol. 

13. (Amended) A process of coating a substrate comprising applying to a 
substrate the [The use of the ]coating material [as claimed in any ]of claim[s] 
1 [ to 1 2 in automotive OEM finishing, automotive refinish, the coating of 
plastics, the coating of furniture, and industrial coating, including coil coatings 
and container coatings, for the production of clearcoats and of multicoat color 
and/or effect coating systems]. 

14. [The use of the coating material as claimed in any of claims 1 to 12 for 
producing a clearcoat or a multicoat color and/or effect coating system, where 
at least one clearcoat film of a coating material as claimed in any of claims 1 
to 12 curable thermally and with actinic radiation is applied to the surface of 
the primed or unprimed substrate or wet-on-wet to the surface of a basecoat 
film and is cured together, where appropriate, with the basecoat film]J_he 
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process of rlnim "^fr 1 "in Hi applied coating materi^ pat least one 
coating selected from a basecoat or a clearcoat . 



15. (New) The coating material of claim 1 , wherein functionalized alkane (a2) 
comprises primary and secondary hydroxyl and/or thiol groups. 

16. (New) The coating material of claim 1 1 , characterized in that the polyols (a2) 
are positionally isomeric diethyloctanediols. 

17. (New) The process of claim 13 wherein the substrate is an automotive part, a 
an article or component of furniture, a coil, or a container 



Date: November 15, 2001 
BASF Corporation 
26701 Telegraph Road 
Southfield, Michigan 48034-2442 
(248)-948-2355 
Customer No. 26922 
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37 C.F.R. § 1.8(a) 37 C.F.R. S 1.10* 
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1 . The assignee(s) of the entire right, title and interest hereby seek(s) to take action in the PTO in this 
matter. 

IDENTIFICATION OF ASSIGNEE 

BASF COATINGS AG 



Name of assignee 

CORPORATION 



Type of assignee, e.g., corporation, partnership, university, government agency, etc. 

PERSON(s) AUTHORIZED TO SIGN 
Marv E. Golota. 36.814 



(type name of person authorized to sign on behalf of assignee) 
Senior Attorney 
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2. [x~l An assignment (document) separately being submitted for recordal herewith. 
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B. 

1 . | | A chain of title from the inventor(s) to the current assignee as shown below: 



1. From: . 

Name of inventor(s) 
To: 



Recorded in PTO: 

Reel Frame_ 



(Statement under 37 C.F.R. § 3.73(b) - Establishing Right of Assignee to Take Action [16-16]-page 2) 



(check item below, and add details, if applicable) 

1 j Additional documents in the chain of title are listed in the attached Supplemental 
Sheet. 

COPIES OF DOCUMENTS IN CHAIN OF TITLE 

(complete this item, if copies are being sent) 

| | Copies of the assignment(s) or other document(s) in the chain of title are attached 
as follows: 

□ A □! 

□ b □ 1. LZZI3. 
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Tel. No.: ( 248 ) 948-2020 BASF Corporation 
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P.O. Address 
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WO 00/73395 PCT/EP00/04807 

Coating materia l curab le th ermally ana, with actinic 
"radiation, and its use 



The present invention relates to a novel coating 
5 material curable thermally and with actinic radiation. 
The present invention also relates to the use of the 
novel coating material for producing novel clearcoats 
and multicoat color and/or effect coating systems for 
automotive OEM finishing and refinish, industrial 
10 coating, including coil coating and container coating, 
the coating of plastics, and furniture coating. 

Automobile bodies, plastic parts for automobiles or 
domestic appliances and industrial components are 
15 nowadays protected by a clearcoat. The clearcoat may be 
the only coating film used, or else may form the 
uppermost coat of a multicoat topcoat system. 

Automobile bodies in particular are provided 
20 extensively with a multicoat topcoat system. Clearcoats 
are frequently applied as the final coat . Materials 
suitable for this purpose are the customary and known 
one-component (IK), two-component (2K) , multicomponent 
(3K, 4K) , powder clearcoat or powder slurry clearcoat 
2 5 materials, or UV-curable clearcoat materials. 

One-component (IK) , two-component (2K) or 
multicomponent (3K, 4K) clearcoat materials are 

described, for example, in the patents US 5,474,811, 

30 US 5,356,669, US 5,605,965, WO 94/10211, WO 94/10212, 

WO 94/10213, EP 0 594 068 Al, EP 0 594 071 Al, 

EP 0 594 142 Al, EP 0 604 992 Al, WO 94/22969, 
EP 0 596 460 Al , and WO 92/22615. 

35 Powder clearcoat materials are known, for example, from 
the German patent DE 42 22 294 Al or from the BASF 
Lacke + Farben AG product information bulletin 
"Pulverlacke" [Powder coating materials], 1990. 
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A powder coating material which is curable thermally 
and with actinic radiation is known from the European 
patent EP 0 844 286 Al . It comprises an unsaturated 
binder and a second resin, copolymerizable with the 
5 first, and also a photoinitiator and a thermal 
initiator, and accordingly is curable thermally and 
with actinic radiation. However, this dual-cure powder 
coating material is used as a pigmented topcoat 
material, which is cured superficially with UV light 
10 and thermally in the regions close to the substrate. 
The patent does not reveal whether this known powder 
coating material is also suitable for producing 
clearcoats, especially in multicoat systems. 

15 Powder slurry coating materials comprise powder coating 
materials in the form of aqueous dispersions. Slurries 
of this kind are described, for example, in the US. 
patent US 4,268,542 and in the German patent 
applications DE 195 18 392.4 Al and DE 196 13 547 Al, 

2 0 and in the German patent application 

DE 198 14 471.7 Al, which was unpublished at the 
priority date of the present specification. 

UV-curable clearcoat materials are disclosed, for 
25 example, by the patents EP 0 540 884 Al, 

EP 0 568 967 Al or US 4,675,234 Al . 

Each of these clearcoat materials has specific 
strengths and weaknesses. Using these clearcoat 

30 materials, multicoat systems are obtained which satisfy 
the optical requirements. However, the scratch- 
resistant one-component (IK) clearcoat materials are 
sometimes not sufficiently weather-resistant, whereas 
the weather-resistant two-component (2K) or 

35 multicomponent (3K, 4K) clearcoat materials are often 
not sufficiently scratch-resistant. Certain one- 
component (IK) clearcoat materials are indeed scratch- 
resistant and weather- stable but, in combination with 
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frequently employed waterborne basecoat materials, 
exhibit surface defects such as shrinkage (wrinkling) . 



Powder clearcoat materials, powder slurry clearcoat 
5 materials, and UV-curable clearcoat materials, on the 
other hand, exhibit a not entirely satisfactory 
intercoat adhesion, without offering a complete 
solution to the problems of scratch resistance or etch 
resistance. In particular, the severe polymerization 
10 shrinkage of the UV-curable clearcoat materials gives 
them a particular tendency towards delamination . 

EP 0 568 967 Al discloses a process for producing 
multicoat systems in which a thermally curable 
15 clearcoat film is applied by the wet-on-wet technique 
to a pigmented basecoat film, after which the two films 
are heat-cured together. Atop of the cured clearcoat 
there is subsequently applied at least one further 
clearcoat film, based on coating materials curable with 

2 0 actinic radiation, and curing is carried out with 

actinic radiation, or thermally and with actinic 
radiation. This process gives clearcoat s of high 
chemical resistance and optical quality. However, the 
scratch resistance is not satisfactory. 

25 

Furthermore, EP 0 568 967 Al discloses a process in 
which a coating material curable with actinic radiation 
is applied to the pigmented basecoat film and cured. 
Subsequently, a further coat of the same coating 

3 0 material is applied and is cured with actinic 

radiation. Although this results in a highly glossy 
surface without perceptible texture, the clearcoat in 
question yellows. Additionally, the scratch resistance 
still leaves something to be desired. 

35 

It is an object of the present invention to provide a 
novel coating material which no longer has the 
disadvantages of the prior art but which instead 
provides, simply, novel clearcoats and color and/or 



effect coating systems which exhibit no elimination of 
constituents on baking and which are scratch-resistant, 
stable to weather, free from yellowing, hard, flexible, 
and free from surface defects, which exhibit a high 
level of adhesion on all substrates, and which may be 
produced in the high coat thickness needed for an 
outstanding overall appearance. 

The invention accordingly [lacuna] the novel coating 
material curable thermally and with actinic radiation, 
comprising 



(al) at least one constituent containing 



(all) at least two functional groups which 

serve for crosslinking with actinic 
radiation, and 



(al2) at least one functional group which is 

able to undergo thermal crosslinking 
reactions with the hydroxyl and/or thiol 
groups (a21) in the constituent (a2) , 



and 



(a2) at least one branched, cyclic and/ or acyclic C 9 -Ci 6 
alkane functionalized with at least two hydroxyl 
or thiol groups or with at least one hydroxyl and 
at least one thiol group <a21) . 

In the text below, the novel coating material curable 
thermally and with actinic radiation is referred to as 
the "coating material of the invention" . 

In the text below, the branched, cyclic and/or acyclic 
Cg-Cie alkanes (a2) for use in accordance with the 
invention that are functionalized with at least two 
hydroxyl or thiol groups or with at least one hydroxyl 



and at least one thiol group are referred to for short 
as "functionalized alkanes (a2)". 

The invention further provides the novel clearcoats and 
multicoat color and/or effect coating systems which can 
be produced with the aid of the coating material of the 
invention. 

In the text below, the novel clearcoats and multicoat 
color and/or effect coating systems are referred to as 
"clearcoat of the invention" and "multicoat systems of 
the invention" , and the corresponding processes for 
producing them are referred to as "coating processes of 
the invention" . 

In the context of the present invention, the term 
"thermal curing" denotes the heat-initiated curing of a 
film of a coating material, in the context of which 
normally a separate cross linking agent is employed. 
This is customarily referred to by those in the art as 
external crosslinking . Where the crosslinking agents 
are built into the binders, the term self -crosslinking 
is used. In accordance with the invention, external 
crosslinking is of advantage and is therefore employed 
with preference . 

In the context of the present invention, actinic 
radiation means electron beams or, preferably, UV 
radiation. Curing by UV radiation is normally initiated 
by free-radical or cationic photoinitiators and in 
terms of its mechanism is a free-radical or cationic 
photopolymerization. 

Where thermal curing and curing with actinic light are 
employed together for a coating material, the term 
"dual cure" is also used. 

In the light of the prior art it was surprising and 
unforeseeable for the skilled worker that the object on 
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which the invention is based might be achieved with the 
aid of the coating material of the invention, the 
coating process of the invention, and the clearcoat and 
multicoat systems of the invention. 

A particular surprise is that use of the coating 
material of the invention results in clearcoat and 
multicoat systems of the invention which exhibit no 
elimination of constituents on baking and which not 
only are scratch-resistant, stable to weathering, free 
from yellowing, hard, flexible and free from surface 
defects, exhibit a high level of adhesion on all 
substrates and may be produced in the high coat 
thickness necessary for an outstanding overall visual 
impression, but also have extremely high reflow. 

The basic material of the invention comprises at least 
one constituent (al) containing at least two functional 
groups (all) which serve for crosslinking with actinic 
radiation. 

Examples of suitable functional groups (all) are 
epoxide groups or olefinically unsaturated double 
bonds, as are present in vinyl, allyl, cinnamoyl, 
methacrylic or acrylic groups, especially methacrylic 
or acrylic groups. As is known, the epoxide groups are 
used for cationic photopolymerization, whereas the 
olefinically unsaturated double bonds are primarily 
suitable for free-radical photopolymerization. In 
accordance with the invention, the constituent (al) may 
contain epoxide groups and olefinic double bonds, so 
that it may be subjected to crosslinking with actinic 
radiation in accordance with both mechanisms. It is, 
however, of advantage to use exclusively olefinically 
unsaturated double bonds, of the type specified, as 
functional group (all) . 

The constituent (al) for use in accordance with the 
invention further comprises at least one, preferably at 



least two functional groups (al2) which are able to 
undergo thermal crosslinking reactions with the 
hydroxyl and/or thiol groups (a21) of the constituent 
(a2) described below. 

Examples of suitable functional groups (al2) are 
evident from the following overview. 

Overview: Examples of complementary functional groups 
(al2) and (a22) in 

Constituent (a2) Constituent (al) 

Group (a21) Group (a!2) 

-SH -C(0)-OH 
-OH -C(0) -0-C(0) - 

-NCO 

-NH-C(O) -OR 

-CH 2 -OH 

-CH 2 -0-CH 3 

-NH-C(O) -CH(-C(0)OR) 2 
-NH-C(O) -CH(-C(0)OR) (-C(O)-R) 
-NH-C (0) -NR 2 
= Si (OR) 2 
0 

-CH-CH 2 
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In the overview the radicals R denote aliphatic, 
cycloaliphatic, aromatic, aliphatic-cycloaliphatic , 
aliphatic-aromatic or cycloaliphatic-aromatic organic 
groups which if desired are substituted and/or contain 
5 heteroatoms such as oxygen, nitrogen and/or sulfur. 

The selection of the groups (a21) is guided on the one 
hand by the consideration that they should not enter 
into any unwanted reactions initiated by actinic 

10 radiation and should not disrupt or inhibit curing with 
actinic radiation, and secondly by the temperature 
range within which thermal curing is to take place. In 
this context it is of advantage in accordance with the 
invention, especially with regard to heat-sensitive 

15 substrates such as plastics, to choose a temperature 
range which does not exceed 100°C, in particular 80°C. 
In the light of these boundary conditions, isocyanate 
groups (al2) have proven advantageous, and so are 
employed with preference in accordance with the 

2 0 invention. 

Accordingly, the particularly advantageous constituent 
(al) is an oligomeric or polymeric compound curable 
thermally or with actinic radiation which comprises at 
25 least one, preferably at least two and in particular at 
least three isocyanate groups (al2) and at least two 
and in particular at least three (meth) acrylic groups 
(all) . 

30 In the context of the present invention, an oligomeric 
compound is a compound containing in general on average 
from 2 to 15 repeating basic structures or monomer 
units. A polymeric compound, in contrast, is a compound 
which generally contains on average at least 10 

35 repeating basic structures or monomer units. Compounds 
of this kind are also referred to by those in the art 
as binders or resins . 
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In contradistinction thereto, a low molecular mass 
compound in the context of the present invention is a 
compound which derives substantially only from one 
basic structure or one monomer unit. Compounds of this 
5 kind are also referred to generally by those in the art 
as reactive diluents. 

The polymers or oligomers used as constituent (al) 
normally have a number- average molecular weight of from 

10 500 to 50 000, preferably from 1000 to 5000. They 
preferably have a double bond equivalent weight of from 
400 to 2000, with particular preference from 500 to 
900. Furthermore, they have a viscosity at 23°C of 
preferably from 250 to 11 000 mPas . They are employed 

15 preferably in an amount of from 5 to 90% by weight, 
with particular preference from 10 to 80% by weight, 
and in particular from 15 to 70% by weight, based in 
each case on the overall amount of the coating 
material . 

20 

Examples of suitable constituents (al) come from the 
oligomer and/or polymer classes of the linear or 
branched, especially the branched, (meth)acryl- 
functional (meth) acrylic copolymers, polyether 

2 5 acrylates, polyester acrylates, unsaturated polyesters, 
epoxy acrylates, urethane acrylates, amino acrylates, 
melamine acrylates, silicone acrylates, and the 
corresponding methacrylates . It is preferred to use 
binders (al) which are free from aromatic structural 

30 units. Preference is therefore given to using urethane 
(meth) acrylates and/or polyester (meth) acrylates , with 
particular preference to urethane (meth) acrylates, with 
very particular preference aliphatic urethane 
(meth) acrylates, and especially urethane acrylates. 

35 

The urethane (meth) acrylates (al) are obtained by 
reacting a diisocyanate and/or polyisocyanate, in 
particular a polyisocyanate, with a chain extender from 
the group of the diols/polyols and/or 
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diamines /polyamines and/or di thiols /polythiols and/or 
alkanolamines and then reacting some of the free 
isocyanate groups with at least one hydroxyalkyl 
(meth) acry*Late, especially a hydroxyalkyl acrylate. If 
desired, hydroxyalkyl esters of other ethylenically 
unsaturated carboxylic acids such as ethacrylic acid or 
itaconic acid may be used as well. 

The amounts of chain extender, di isocyanate and/or 
polyisocyanate, and hydroxyalkyl ester in this case are 
preferably chosen so that 

1 . ) the ratio of equivalents of the NCO groups to the 

reactive groups of the chain extender (hydroxyl, 
amino and/or thiol groups) is between 20:1 and 
2:1, preferably between 15:1 and 5:1, and 

2 . ) the OH groups of the hydroxyalkyl esters of the 

ethylenically unsaturated carboxylic acids are 
substoichiometric with regard to the remaining 
free isocyanate groups of the prepolymer formed 
from isocyanate and chain extender. 

It is also possible to prepare the urethane 
(meth) acrylate (al) by first reacting some of the 
isocyanate groups of a polyisocyanate with at least one 
hydroxyalkyl ester and then reacting some of the 
remaining isocyanate groups with a chain extender. In 
this case too the amounts of chain extender, isocyanate 
and hydroxyalkyl ester are chosen so that the ratio of 
equivalents of NCO groups to the reactive groups of the 
chain extender is between 20:1 and 2:1, preferably 
between 15:1 and 5:1, and the ratio of equivalents of 
the remaining NCO groups to the OH groups of the 
hydroxyalkyl ester is more than 1. 

All of the forms lying between these two processes are 
of course also possible. Overall, it should be ensured 
that the ratio of isocyanate groups to isocyanate- 
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reactive groups is sufficiently high that the resultant 
urethane (meth) acrylate (al) possesses the desired 
number of isocyanate groups (al2). 

In accordance with the invention the urethane 
(meth) acrylate (al) contains on average at least one, 
preferably at least two, isocyanate group(s) (al2). 
Particular advantages result if there are on average 
more than two, with very particular preference more 
than three, isocyanate groups (al2) . The number of 
isocyanate groups (al2) per [lacuna] need not exceed 
six on average in order to obtain the advantages of the 
invention. However, in specific cases an average of 
even more than six isocyanate groups (al2) per urethane 
(meth) acrylate (al) is found advantageous. 

Particular advantages result if the constituent (al) , 
especially the urethane (meth) acrylate (al) , has an 
isocyanate group (al2) content of from 7 to 20% by 
weight, with particular preference from 8 to 18% by 
weight, and in particular from 9 to 16% by weight, 
based in each case on the constituent (al) . 

Examples of suitable diisocyanates and/or 

polyisocyanates are those described below in connection 
with the crosslinking agent (a7) . For purposes of the 
preparation of the constituent (al) , especially the 
urethane (meth) acrylate (al) , the polyisocyanurates 
described at that point, containing isocyanurate 
groups, are of particular advantage and are therefore 
used with particular preference. 

The coating material of the invention further comprises 
the functionalized alkanes (a2). 

The functionalized alkanes (a2) are derived from 
branched, cyclic or acyclic alkanes having from 9 to 16 
carbon atoms, which in each case form the parent 
structure . 
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Examples of suitable alkanes of this kind having 

9 carbon atoms are 2-methyloctane, 4-methyloctane, 2,3- 
dimethylheptane, 3 , 4-dimethylheptane, 2 , 6 -di- 
me thy lheptane, 3 , 5-dimethylheptane, 2 -methyl- 4- ethyl - 
hexane, and isopropylcyclohexane . 

Examples of suitable alkanes of this kind having 

10 carbon atoms are 4-ethyloctane, 2,3,4,5- 
tetramethylhexane, 2 , 3-diethylhexane, and l-methyl-2-n- 
propylcyclohexane . 

Examples of suitable alkanes of this kind having 

11 carbon atoms are 2 , 4 , 5 , 6-tetramethylheptane and 
3-methyl-6-ethyloctane. 

Examples of suitable alkanes of this kind having 

12 carbon atoms are 4-methyl-7-ethylnonane, 4,5- 
diethyloctane, 1 ' -ethylbutylcyclohexane, 3,5- 
diethyloctane, and 2 , 4-diethyloctane . 

Examples of suitable alkanes of this kind having 

13 carbon atoms are 3 , 4-dimiethyl-5-ethylnonane and 
4, 6-dimethyl-5-ethylnonane . 

An example of a suitable alkane of this kind having 

14 carbon atoms is 3 , 4-dimethyl-7-ethyldecane . 

Examples of suitable alkanes of this kind having 

15 carbon atoms are 3 , 6-diethylundecane and 3,6- 
dimethyl-9-ethylundecane . 

Examples of suitable alkanes of this kind having 

16 carbon atoms are 3 , 7-diethyldodecane and 4-ethyl-6- 
isopropylundecane . 

Of these parent structures, the alkanes having from 
10 to 14 and in particular 12 carbon atoms are 
particularly advantageous and are therefore used with 
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preference. Of these, the octane derivatives in turn 
are especially advantageous. 

For the present invention it is advantageous if the 
functionalized alkanes (a2) which derive from these 
branched, cyclic or acyclic alkanes as parent 
structures are liquid at room temperature. Accordingly, 
it is possible to use either individual liquid 
functionalized alkanes (a2) or liquid mixtures of these 
compounds. This is especially the case when using 
functionalized alkanes (a2) which, owing to their high 
number of carbon atoms in the alkane parent structure, 
are solid as individual compounds. The skilled worker 
will therefore be able to select the corresponding 
functionalized alkanes (a2) in a simple manner. 

For the invention it is also advantageous for the 
functionalized alkanes (a2) to have a boiling point of 
more than 200, preferably 220, and in particular 240°C. 
Moreover, they should have a low evaporation rate. 

For the coating materials of the invention it is of 
advantage if the functionalized alkanes (a2) are 
acyclic . 

The functionalized alkanes (a2) have primary and/or 
secondary hydroxyl and/or thiol groups . For the coating 
materials of the invention it is of advantage if 
primary and secondary groups of this kind are present 
in one compound. 

Accordingly, the functionalized alkanes (a2) comprise 
polyols, poly thiols or polyol-polythiols (a2), but 
especially polyols (a2) . These compounds may be used 
individually or together as mixtures. Particular 
advantage arise if the polyols (a2) are diols and/or 
triols, but especially diols. They are therefore used 
with very particular preference. 
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Especially advantageous coating materials of the 
invention are obtained if the polyols (a2) are 
positionally isomeric dialkyloctanediols , especially 
diethyloctanediols . Outstanding results are obtained 
5 with 2,4-diethyl-l,5-octanediol. 

The above-described f unctionalized alkanes (a2) are 
compounds known per se and may be prepared by means of 
customary and known synthesis methods of organic 
10 chemistry such as base-catalyzed aldol condensation, or 
they are obtained as byproducts of chemical industrial 
syntheses such as the preparation of 2-ethylhexanol . 

The functionalized alkanes (a2) are generally present 
15 in the coating materials of the invention in an amount 
of from 5 to 60% by weight, based on the overall amount 
of the coating material in question. Although they may 
be present therein in greater amounts, the. range 
indicated is an advantageous range within which the 
20 advantages of the invention are achieved reliably and 
securely. Within this range, that from 10 to 50% by 
weight is of particular advantage, since the coating 
materials of the invention which contain this amount of 
functionalized alkanes (a2) have a particularly 
25 advantageous profile of properties. Very particular 
advantages result, however, from the use of from 15 to 
40% by weight of functionalized alkanes (a2) . 

In the coating material of the invention the ratio of 
3 0 isocyanate groups (al2) to the isocyanate-reactive 
groups (a21) may vary widely. It is guided in 
particular by the technical effects which have to be 
achieved with regard to the clearcoat and multicoat 
system of the invention. In accordance with the 
35 invention it is of advantage if the ratio (al2)/(a21) 
is between 2:1 and 1:2, with particular preference 
between 1.5:1 and 1:1.5. 
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The coating material for use in accordance with the 
invention may comprise at least one photoinitiator 
(a3) . If the coating material or clearcoat film is to 
be crosslinked with UV radiation, the use of a 
5 photoinitiator (a3) is generally necessary. Where such 
initiators are used, they are present in the coating 
material in fractions of preferably from 0.1 to 10% by 
weight, [lacuna] from 1 to 8% by weight, and in 
particular from 2 to 6% by weight, based in each case 
10 on the overall amount of the coating material. 

Examples of suitable photoinitiators (a3) are those of 
the Norrish II type, whose mechanism of action is based 
on an intramolecular variant of the hydrogen 

15 abstraction reactions as occur diversely in 
photochemical reactions (by way of example, reference 
may be made here to Rompp Chemie Lexikon, 9 th expanded 
and revised edition, Georg Thieme Verlag, Stuttgart, 
Vol. 4, 1991) or cationic photoinitiators (by way of 

2 0 example, reference may be made here to Rompp Lexikon 
Lacke und Druckfarben, Georg Thieme Verlag Stuttgart, 
1998, pages 444 to 446), especially benzophenones , 
benzoins or benzoin ethers, or phosphine oxides. It is 
also possible to use, for example, the products 

25 available commercially under the names Irgacure® 184, 
Irgacure® 1800 and Irgacure® 5 00 from Ciba Geigy, 
Grenocure® MBF from Rahn, and Lucirin® TPO from 
BASF AG. 

30 Besides the photoinitiators (a3), customary sensitizers 
(a3) such as anthracene may be used in effective 
amounts . 

Furthermore, the coating material may comprise at least 
35 one thermal crosslinking initiator (a4) . At from 80 to 
120°C, these initiators form radicals which start the 
crosslinking reaction. Examples of thermolabile free- 
radical initiators are organic peroxides, organic azo 
compounds or C-C-cleaving initiators such as dialkyl 
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peroxides, peroxocarboxylic acids, peroxodicarbonates , 
peroxide esters, hydroperoxides, ketone peroxides, azo 
dinitriles or benzpinacol silyl ethers. C-C- cleaving 
initiators are particularly preferred, since their 
5 thermal cleavage does not produce any gaseous 
decomposition products which might lead to defects in 
the coating film. Where used, their amounts are 
generally from 0.1 to 10% by weight, preferably from 
0.5 to 8% by weight, and in particular from 1 to 5% by 
10 weight, based in 'each case on the overall amount of the 
coating material. 

Moreover, the coating material may comprise at least 
one reactive diluent (a5) curable thermally and/or with 
15 actinic radiation. 

Examples of suitable thermally crosslinkable reactive 
diluents (a5) are oligomeric polyols which are 
obtainable from oligomeric intermediates, themselves 
2 0 obtained by metathesis reactions of acyclic monoolef ins 
and cyclic monoolef ins, by hydrof ormylation and 
subsequent hydrogenation; examples of suitable cyclic 
monoolef ins are cyclobutene, cyclopentene , cyclohexene, 
cyclooctene, cycloheptene, norbonene or 7-oxanorbonene ; 

2 5 examples of suitable acyclic monoolef ins are contained 

in hydrocarbon mixtures obtained in petroleum 
processing by cracking (C 5 cut) ; examples of suitable 
oligomeric polyols for use in accordance with the 
invention have a hydroxy 1 number (OHN) of from 200 to 

3 0 450, a number -average molecular weight Mn of from 400 

to 1000, and a mass-average molecular weight Mw of from 
600 to 1100. 

Further examples of suitable thermally crosslinkable 
35 reactive diluents (a5) are hyperbranched compounds 
containing a tetrafunctional central group, derived 
from ditrimethylolpropane, diglycerol, ditrimeth- 
ylolethane, pentaerythritol , tetrakis ( 2 -hydroxyethyl ) - 
methane, tetrakis ( 3 -hydroxypropyl ) methane or 2,2- 
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bishydroxymethyl-1 , 4-butanediol (homopentaerythritol ) . 
The preparation of these reactive diluents may take 
place in accordance with the customary and known 
methods of preparing hyperbranched and dendrimeric 
5 compounds. Suitable synthesis methods are described, 
for example, in the patents WO 93/17060 or WO 96/12754 
or in the book by G.R. Newkome, C.N. Moorefield and F. 
Vogtle, Dendritic Molecules, Concepts, Syntheses, 
Perspectives, VCH, Weinheim, New York, 1996. 

10 

Further examples of suitable reactive diluents (a5) are 
polycarbonatediols , polyesterpolyols , poly (meth) - 

acrylatediols or hydroxyl- containing polyaddition 
products . 

15 

Examples of suitable reactive solvents which may be 
used as reactive diluents (a5) are butyl glycol, 
2-methoxypropanol , n-butanol, methoxybutanol , 

n-propanol, ethylene glycol monomethyl ether, ethylene 

20 glycol monoethyl ether, ethylene glycol monobutyl 
ether, diethylene glycol monomethyl ether, diethylene 
glycol monoethyl ether, diethylene glycol diethyl 
ether, diethylene glycol monobutyl ether, 

, trimethylolpropane, ethyl 2-hydroxypropionate or 

25 3 -me thyl-3 -methoxybutanol and also derivatives based on 
propylene glycol, e.g., ethoxyethyl propionate, 
isopropoxypropanol or methoxypropyl acetate. 

As reactive diluents (a5) which may be crosslinked with 
30 actinic radiation, use is made, for example, of 
(meth) acrylic acid and esters thereof, maleic acid and 
its esters, including monoesters, vinyl acetate, vinyl 
ethers, vinylureas, and the like. Examples that may be 
mentioned include alkylene glycol di (meth) acrylate, 
35 polyethylene glycol di (meth) acrylate , 1 , 3-butandiol 
di (meth) acrylate, vinyl (meth) acrylate, allyl(meth)- 
acrylate, glycerol tri (meth) acrylate, trimethylol- 
propane tri (meth) acrylate, trimethylolpropane di- 
(meth) acrylate, styrene, vinyl toluene, divinylbenzene, 
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pentaerythritol tri (meth) acrylate , pentaerythritol 
tetra (meth) acrylate, dipropylene glycol di (meth) - 
acrylate, hexanediol di (meth) acrylate, ethoxyethoxy- 
ethyl acrylate, N-vinylpyrrolidone, phenoxyethyl 
acrylate, dimethylaminoethyl acrylate, hydroxyethyl 
(meth) acrylate, butoxyethyl acrylate, isobornyl- 
(meth) acrylate, dimethylacrylamide and dicyclopentyl 
acrylate, the long-chain linear diacrylates described 
in EP 0 250 631 Al having a molecular weight of from 
400 to 4000, preferably from 600 to 2500. For example, 
the two acrylate groups may be separated by a 
polyoxybutylene structure. It is also possible to use 
1,12-dodecyl diacrylate and the reaction product of 2 
moles of acrylic acid with 1 mole of a dimer fatty 
alcohol having generally 36 carbon atoms. Also suitable 
are mixtures of the aforementioned monomers. 

Preferred reactive diluents (a5.) used include mono- 
and/or diacrylates, such as isobornyl acrylate, 
hexanediol diacrylate, tripropylene glycol diacrylate, 
Laromer® 8887 from BASF AG and Actilane® 423 from 
Akcros Chemicals Ltd., GB . Particular preference is 
given to using isobornyl acrylate, hexanediol 
diacrylate and tripropylene glycol diacrylate. 

Where used, the reactive diluents (a5) are employed in 
an amount of preferably from 2 to 7 0% by weight, with 
particular preference from 10 to 65% by weight, and in 
particular from 15 to 50% by weight, based in each case 
on the overall amount of the coating material. 

The coating material may further comprise at least one 
customary and known coatings additive (a6) in effective 
amounts, i.e., in amounts [lacuna] preferably up to 40% 
by weight, with particular preference up to 3 0% by 
weight, and in particular up to 20% by weight, based in 
each case on the overall amount of the coating 
material . 
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Examples of suitable coatings additives (a6) are 



UV absorbers ; 

light stabilizers such as HALS compounds, 
benzotriazoles or oxalanilides ; 

free-radical scavengers; 

crosslinking catalysts such as dibutyltin 
dilaurate or lithium decanoate; 

slip additives ; 

polymerization inhibitors; 

def oamers ; 

emulsifiers, especially nonionic emulsifiers such 
as alkoxylated alkanols and polyols, phenols and 
alkylphenols or anionic emulsifiers such as alkali 
metal salts or ammonium salts of alkanecarboxylic 
acids, alkanesulf onic acids, and sulfo acids of 
alkoxylated alkanols and polyols, phenols and 
alkylphenols ; 

wetting agents such as siloxanes, fluorine 
compounds, carboxylic monoesters, phosphoric 
esters, polyacrylic acids and their copolymers, or 
polyurethanes ; 

adhesion promoters such as tricyclodecane- 
dimethanol ; 

leveling agents ; 

film formation auxiliaries such as cellulose 
derivatives ; 
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transparent fillers such as pyrogenic silica or 
nanoparticles based on silica; for further 
details, refer to Rompp Lexikon Lacke und 
Druckfarben, Georg Thieme Verlag, Stuttgart, 1998, 
pages 250 to 252; 

flame retardants, and/or 

flatting agents . 

Further examples of suitable coatings additives (a6) 
are described in the textbook [Lackadditive Additives 
for coatings] by Johan Bieleman, Wiley-VCH, Weinheim, 
New York, 1998. 

Not least, the coating material may comprise minor 
amounts of at least one thermally curable constituent 
(a7) . In the context of the present invention, minor 
amounts are amounts which do not adversely affect the 
dual cure properties of the coating material but 
instead advantageously vary and supplement them. Where 
used, their fractions in the coating material should 
generally not exceed 40% by weight, preferably 35% by 
weight, and in particular 30% by weight. 

Examples of suitable constituents (a7) are the 
crosslinking agents and binders known from the 
thermally curable coating materials . 

Examples of suitable binders (a7) are linear and/or 
branched and/ or block, comb and/ or random 
poly (meth) acrylates or acrylate copolymers, polyesters, 
alkyds, amino resins, polyurethanes , polylactones , 
polycarbonates, polyethers, epoxy resin-amine adducts, 
(meth) acrylatediols, partially saponified polyvinyl 
esters or polyureas, of which the acrylate copolymers, 
the polyesters, the polyurethanes, the polyethers and 
the epoxy resin-amine adducts are advantageous . 
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Suitable binders (a7) are sold, for example, under the 
tradenames Desmophen® 650, 2089, 1100, 670, 1200 or 
2 017 by Bayer, under the trade names Priplas or Pripol® 
by Uniqema, under the trade names Cempol® polyester or 
5 polyacrylate-polyol by CCP, under the trade names 
Crodapol® 0-85 or 0-86 by Croda or under the trade name 
Formrez® ER417 by Witco. 

Examples of suitable crosslinking agents (a7) are 
10 blocked diisocyanates and/or polyisocyanates . 

Examples of suitable diisocyanates and/or 

polyisocyanates for the preparation of the blocked 
derivatives (a7) are organic polyisocyanates, 

15 especially those known as paint polyisocyanates, 
containing free isocyanate groups attached to 
aliphatic, cycloaliphatic , araliphatic and/or aromatic 
moieties. Preference is given to polyisocyanates 
containing from 2 to 5 isocyanate groups per molecule 

20 and having, viscosities of from 100 to 10 000, 
preferably from 100 to 5000, and in particular from 
1000 to 2000 mPas (at 23 °C) . If desired, small amounts 
of organic solvent, preferably from 1 to 2 5% by weight 
based on straight poly isocyanate, may be added to the 

2 5 polyisocyanates in order to improve the ease of 

incorporation of the isocyanate and, where appropriate, 
to lower the viscosity of the polyisocyanate to a 
figure within the aforementioned ranges. Examples of 
suitable solvent additives [lacuna] the polyisocyanates 

3 0 are ethoxyethyl propionate, amyl methyl ketone, and 

butyl acetate. Moreover, the polyisocyanates may have 
been hydrophilically or hydrophobically modified in a 
customary and known manner. 

35- Examples of suitable polyisocyanates are described, for 
example, in "Methoden der organischen Chemie", Houben- 
Weyl, Volume 14/2, 4th edition, Georg Thieme Verlag, 
Stuttgart 1963, pages 61 to 70, and by W. Siefken, 
Liebigs Annalen der Chemie, Volume 562, pages 75 to 
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136. Suitable examples include polyurethane prepolymers 
containing isocyanate groups, which may be prepared by 
reacting polyols with an excess of polyisocyanates and 
which are preferably of low viscosity. 

5 

Further examples of suitable polyisocyanates are 
polyisocyanates containing isocyanurate , biuret, 
allophanate, iminooxadiazinedone , urethane, urea and/or 
uretdione groups. Polyisocyanates containing urethane 

10 groups, for example, are obtained by reacting some of 
the isocyanate groups with polyols, such as 
trimethylolpropane and glycerol, for example. It is 
preferred to use aliphatic or cycloaliphatic 
polyisocyanates, especially hexamethylene diisocyanate , 

15 dimerized and trimerized hexamethylene diisocyanate, 
isophorone diisocyanate, 2-isocyanatopropylcyclohexyl 
isocyanate, dicyclohexylmethane 2 , 4 ' -diisocyanate, 
dicylohexylmethane 4 , 4 ' -diisocyanate or 1,3- 

bis (isocyanatomethyl) cyclohexane, diisocyanates derived 

20 from dimer fatty acids, as sold under the commercial 
designation DDI 1410 by Henkel, 1 , 8-diisocyanato-4- 
isocyanatomethyloctane, 1, 7-diisocyanato-4-isocyanato- 
methylheptane or l-isocyanato-2- ( 3 -isocyanatopropyl ) - 
cyclohexane, or mixtures of these polyisocyanates. 

25 

Very particular preference is given to using mixtures 
of polyisocyanates containing uretdione and/or 
isocyanurate groups and/or allophanate groups and based 
on hexamethylene diisocyanate, as are formed by 
30 catalytic oligomerization of hexamethylene diisocyanate 
using appropriate catalysts. The polyisocyanate 
constituent may otherwise consist of any desired 
mixtures of the free polyisocyanates exemplified above. 

35 Examples of suitable blocking agents are the blocking 
agents known from the U.S. patent US 4,444,954, such as 

i) phenols such as phenol, cresol, xylenol, 
nitrophenol, chlorophenol , ethylphenol, t-butyl- 
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phenol, hydroxybenzoic acid, esters of this acid, 
or 2 , 5-di-tert-butyl-4-hydroxytoluene; 

ii) lactams, such as 6-caprolactam, 8-valerolactam, 
5 y-butyro lac tarn or P-propiolactam; 

active methylenic compounds, such as diethyl 
malonate, dimethyl malonate, ethyl acetoacetate or 
methyl acetoacetate, or acetylacetone; 

alcohols such as methanol, ethanol, n-propanol, 
isopropanol, n-butanol, isobutanol, t-butanol, 
n-amyl alcohol, t-amyl alcohol, lauryl alcohol, 
ethylene glycol monomethyl ether, ethylene glycol 
monoethyl ether, ethylene glycol monobutyl ether, 
diethylene glycol monomethyl ether, diethylene 
glycol monoethyl ether, propylene glycol 
monomethyl ether, methoxymethanol , glycolic acid, 
glycolic esters, lactic acid, lactic esters, 
methylolurea, methylolmelamine, diacetone alcohol, 
ethylenechlorohydrin, ethylenebromohydrin, 1,3- 
dichloro-2-propanol, 1 , 4-cyclohexyldimethanol or 
acetocyanohydr in ; 

mercaptans such as butyl mercaptan, hexyl 
mercaptan, t-butyl mercaptan, t-dodecyl mercaptan, 
2-mercaptobenzothiazol , thiophenol, methylthio- 
phenol or ethyl thiophenol ; 

acid amides such as acetoanilide, 

acetoanisidinamide, acrylamide, me thacryl amide, 
acetamide, stearamide or benzamide; 

vii) imides such as succinimide, phthalimide or 
35 maleimide; 

viii) amines such as diphenylamine, phenylnaphthylamine, 
xylidine, N-phenylxylidine, carbazole, aniline, 



10 

iv) 



15 



20 



25 v) 



30 vi) 
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naphthyl amine, butylamine, dibutylamine or 
butylphenyl amine ; 

ix) imidazoles such as imidazole or 2-ethylimidazole; 

x) ureas such as urea, thiourea, ethyleneurea, 
ethylenethiourea or 1 , 3-diphenylurea; 

xi) carbamates such as phenyl N-phenylcarbamate or 2- 
oxazolidone; 

xii) imines such as ethyleneimine; 

xiii) oximes such as acetone oxime, f ormaldoxime , 
acetaldoxime, acetoxime, methyl ethyl ketoxime, 
diisobutyl ketoxime, diacetyl mon oxime, 
benzophenone oxime or chlorohexanone oximes; 

xiv) salts of sulfurous acid such as sodium bisulfite 
or potassium bisulfite; 

xv ) hydroxamic esters such as benzyl meth- 
acrylohydroxamate (BMH) or allyl methacrylo- 
hydr oxama t e ; or 

xvi) substituted pyrazoles, ketoximes, imidazoles or 
triazoles; and also 

mixtures of these blocking agents, especially 

dimethylpyrazole and triazoles, malonic esters and 
acetoacetic esters, or dimethylpyrazole and 
succinimide . 

As crosslinking agents (a7) it is also possible to use 

tris (alkoxycarbonylamino) triazines of the general 
formula 5 
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Examples of suitable tris (alkoxycarbonylamino) triazines 
(a7) are described in the patents US 4,939,213, 
US 5,084,541 or EP 0 624 577 Al . Use is made in 
5 particular of the tris (methoxy- , tris (butoxy- and/or 
tris (2-ethylhexoxycarbonylamino) triazines . 

Of advantage are the methyl butyl mixed esters, the 
butyl 2-ethylhexyl mixed esters, and the butyl esters. 
10 These have the advantage over the straight methyl ester 
of better solubility in polymer melts, and also have 
less of a tendency to crystallize. 

Particularly suitable for use as crosslinking agents 

15 (a7) are amino resins, examples being melamine resins. 
In this context it is possible to use any amino resin 
suitable for transparent topcoat or clearcoat 
materials, or a mixture of such amino resins. 
Especially suitable are the customary and known amino 

20 resins some of whose methylol and/or methoxymethyl 
groups have been defunctionalized by means of carbamate 
or allophanate groups. Crosslinking agents of this kind 
are described in the patents US 4,710,542 and 
EP 0 245 7 00 Bl and also in the article by B. Singh and 

25 coworkers, Carbamylmethylated Melamines, Novel 
Crosslinkers for the Coatings Industry, in Advanced 
Organic Coatings Science and Technology Series, 1991, 
Volume 13, pages 193 to 207. Furthermore, the amino 
resins may also be used as binders (all) in the base 

3 0 paint (Al) . 
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Further examples of suitable crosslinking agents (a7) 

are bet a -hydroxyalkylamid.es such as N,N,N',N'- 

tetrakis (2-hydroxyethyl) adipamide or N,N,N',N'- 
tetrakis ( 2 -hydroxypr opyl ) adipamide . 

5 

Further examples of suitable crosslinking agents (a7) 
are siloxanes, especially siloxanes containing at least 
one trialkoxy- or dialkoxysilane group. 

10 Further examples of suitable crosslinking agents (a7) 
are poly anhydrides , especially polysuccinic anhydride. 

The coating material of the invention may further 
comprise organic solvents (a8) which do not react with 

15 isocyanate groups. Particularly suitable such solvents 
include esters, ketones, keto esters, glycol ethers 
such as ethylene, propylene or butylene glycol ethers, 
glycol esters such as ethylene, propylene or butylene 
glycol esters, or glycol ether esters such as 

20 ethoxyethyl propionate and isopropoxypropanol . Also 
suitable are aliphatic and aromatic solvents such as 
dipentene, xylene or Shellsol R . 

The coating material for use in accordance with the 
25 invention may be present in different forms. 

Thus, given an appropriate choice of its above- 
described constituents, it may be present as a liquid 
coating material which is substantially free from 

30 organic solvents. However, the coating material may 
comprise a solution or dispersion of the above- 
described constituents in organic solvents (a8) . It is 
a further advantage of the coating material of the 
invention that in this case solids contents of up to 

35 more than 80% by weight, based on the coating material, 
may be set . 

Furthermore, given an appropriate choice of its above- 
described constituents, the coating material may be a 
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powder clearcoat material. For this purpose the 
constituent (al) is advantageously microencapsulated. 
This powder clearcoat material may then be dispersed, 
if desired, in water to give a powder slurry clearcoat 
material . 

Advantageously, the coating material of the invention 
is a two-component or multicomponent system in which at 
least the constituent (al) is stored separately from 
the other constituents and is not added to them until 
shortly before use. In this case, the coating material 
of the invention may also be aqueous, the constituent 
(al) preferably being present in a component comprising 
a solvent (a8) . 

The coating material of the invention is used to 
produce the clearcoats and multicoat systems of the 
invention on primed or unprimed substrates. 

Suitable coating substrates in this context are all 
surfaces which are amenable to combined curing with the 
use of heat and actinic radiation; examples include 
metals, plastics, wood, ceramic, stone, textile, 
leather, glass, glass fibers, glass wool and rock wool, 
mineral- and resin-bound building materials, such as 
plasterboard and cement slabs or roof tiles. 
Accordingly, the coating material of the invention is 
also suitable for applications outside of automotive 
finishing, especially for the coating of furniture and 
for industrial coating, including coil coating and 
container coating. In the context of the industrial 
coatings it is suitable for coating virtually all parts 
for private or industrial use, such as radiators, 
domestic appliances, small metal parts, hubcaps or 
wheel rims. 

Using the coating material of the invention it is also 
possible in particular to coat primed or unprimed 
plastics such as, for example, ABS, AMMA, ASA, CA, CAB, 
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EP, UF, CF, MF, MPF , PF, PAN, PA, PE, HDPE, LDPE, 
LLDPE, UHMWPE, PET, PMMA, PP, PS, SB, PUR, PVC, RF , 
SAN, PBT, PPE, POM, PUR-RIM, SMC, BMC, PP-EPDM and UP 
(abbreviations in accordance with DIN 7728T1) . The 
5 plastics to be coated may of course also be polymer 
blends, modified plastics or fiber reinforced plastics. 
The coating material may also be employed to coat 
plastics commonly used in vehicle construction, 
especially motor vehicle construction. Unf unctionalized 
10 and/ or nonpolar substrate surfaces may be subjected 
prior to coating in a known manner to a pretreatment , 
such as with a plasma or by flaming. 

In the context of the coating process of the invention 
15 it is possible here to apply one or more clearcoat (s) . 
Where two or more clearcoats are applied, coating 
materials of the invention having different physical 
compositions may be used. In the great majority of 
cases, however, the desired profile of properties of 
20 the clearcoats and multicoat systems of the invention 
is achieved with one clearcoat . 

The clearcoat is applied in a wet film thickness such 
that after curing, in , the finished clearcoats and 

2 5 multicoat systems of the invention, the seal has a dry 

film thickness of from 10 to 100, preferably from 15 to 
75, with particular preference from 20 to 55, and in 
particular from 20 to 35 ^m. 

3 0 The application of the coating material of the 

invention for the purpose of producing the clearcoat 
film may take place by any customary application 
method, such as spraying, knif ecoating, brushing, 
flowcoating, dipping or rolling, for example. It is 
3 5 preferred to employ spray application methods, such as 
compressed air spraying, airless spraying, high-speed 
rotation, electrostatic spray application (ESTA) , for 
example, alone or in conjunction with hot spray 
applications such as hot air spraying, for example. 
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Application may take place at temperatures of max. 70 
to 80°C / so that appropriate application viscosities 
are attained without any change or damage to the 
coating material and its overspray (which may be 
5 intended for reprocessing) during the short period of 
thermal stress. For instance, hot spraying may be 
configured in such a way that the coating material is 
heated only very briefly in the spray nozzle or shortly 
before the spray nozzle. 

10 

The spray booth used for application may, for example, 
be operated with a circulation system, which may be 
temperature-controllable, and which is itself operated 
with an appropriate absorption medium for the 
15 overspray, an example of such medium being the coating 
material of the invention itself. 

Application is preferably made under illumination with 
visible light having a wavelength of more than 550 ixm, 

2 0 or in the absence of light. This prevents physical 

damage or change to the coating material and the 
overspray . 

Of course, the above-described application methods may 
25 also be employed in producing the basecoat of the 
multicoat systems of the invention, as part of the 
coating process of the invention. 

In accordance with the invention, following its 
30 application the clearcoat film is cured thermally and 
with actinic radiation. 

Curing may take place after a certain rest period. This 
period may have a duration of from 30 s to 2 h, 

3 5 preferably from 1 min to 1 h, and in particular from 

1 min to 3 0 min. The rest period is used, for example, 
for leveling and devolatilization of the clearcoat film 
or for the evaporation of volatile constituents such as 
solvents, water or carbon dioxide if the coating 
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material has been applied using supercritical carbon 
dioxide as solvent . The rest period may be shortened 
and/or assisted by the use of elevated temperatures of 
up to 80°C, provided this does not entail any damage or 
5 alteration to the clearcoat film, such as premature 
crosslinking, for instance. 

In accordance with the invention, curing with actinic 
radiation takes place with UV radiation or electron 

10 beams. If desired, it may be carried out or 
supplemented by actinic radiation from other sources. 
In the case of electron beams, it is preferred to 
operate under an inert gas atmosphere. This may be 
ensured, for example, by supplying carbon dioxide 

15 and/or nitrogen directly to the surface of the 
clearcoat film. 

In the case of curing with UV radiation it is also 
possible to operate under inert gas in order to prevent 
20 the formation of ozone. 

Curing with actinic radiation is carried out using the 
customary and known radiation sources and optical 
auxiliary measures. Examples of suitable radiation 

25 sources are high or low pressure mercury vapor lamps, 
with or without lead doping in order to open up a 
radiation window of up to 385 nm, or electron beam 
sources . The arrangement of these sources is known in 
principle and may be adapted to the circumstances of 

30 the workpiece and the process parameters. In the case 
of workpieces of complex shape, as are envisaged for 
automobile bodies, the regions not accessible to direct 
radiation (shadow regions) such as cavities, folds and 
other structural undercuts may be (partially) cured 

35 using pointwise, small-area or all-round emitters, in 
conjunction with an automatic movement means for the 
irradiation of cavities or edges. 



During the curing of the film(s) present on the 
substrate and comprising the coating material of the 
invention, the substrate may be at rest or may be 
passed in front of the actinic radiation source at an 
appropriate speed. If the substrate is moved, a speed 
of advance in the range from from 1 to 10 m/min, with 
particular preference from 2 to 8 m/min, and in 
particular from 3 to 6 m/min, is found advantageous. In 
this case the UV lamps have a preferred output of from 
100 to 200 W/cm, with particular preference from 120 to 
190 W/cm, and in particular from 140 to 180 W/cm. 
Irrespective of whether the substrate is moved or is at 
rest, a radiation dose that proves advantageous is a 
dose in the range from 500 to 5000 mJ/cm 2 , with 
particular preference from 1000 to 4500 mJ/cm 2 , and in 
particular from 1500 to 4000 mJ/cm 2 . 

The equipment and conditions of [lacuna] these curing 
methods are described, for example, in R. Holmes, U.V. 
and E.B. Curing Formulations for Printing Inks, 
Coatings and Paints, SITA Technology, Academic Press, 
London, United Kingdom 1984. 

Curing here may take place in stages, i.e., by multiple 
exposure to light with actinic radiation. It may also 
be carried out alternatingly , i.e., by curing 
alternately with UV radiation and electron beams . 

The thermal curing as well has no special features in 
terms of its methodology but instead takes place in 
accordance with the customary and known methods such as 
heating in a forced air oven or irradiation with IR 
lamps. As with actinic radiation curing, thermal curing 
may also be carried out in stages. Thermal curing takes 
place advantageously at a temperature of from 50 to 
100°C, with particular preference from 80 to 100°C, and 
in particular from 90 to 100°C, for a period of from 
1 min up to 2 h, with particular preference from 2 min 
up to 1 h, and in particular from 3 to 3 0 min. Where 
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the substrates used are able to withstand high thermal 
loads, thermal crosslinking may also be carried out at 
temperatures above 100°C. In this case it is generally 
advisable not to exceed temperatures of 180°C / 
5 preferably 160°C, and in particular 140°C. 

Thermal curing and curing with actinic radiation are 
employed together. These methods may be used 
simultaneously or in alternation. Where the two curing 

10 methods are used in alternation, it is possible for 
example to begin with thermal curing and to end with 
curing with actinic radiation. In other cases it may 
prove advantageous to begin and to end with actinic 
radiation curing. The skilled worker is able to 

15 determine the method of curing most advantageous for 
the case in hand on the basis of his or her general 
knowledge in the art, possibly with the assistance of 
simple preliminary tests. In the great majority of 
cases it is found advantageous first to carry out 

2 0 curing with actinic radiation and then to carry out 

thermal curing. 

The clearcoats of the invention may also be part of the 
multicoat systems of the invention. 

25 

For this purpose, the coating material of the invention 
is applied by the coating process of the invention not 
to the primed or unprimed substrates but instead to at 
least one color and/or effect basecoat film which is 

3 0 situated thereon and comprises a pigmented coating 

material curable thermally and also, where appropriate, 
with actinic radiation. 

In accordance with the invention it is of advantage to 
35 apply the coating materials of the invention by the 
wet-on-wet technique to the dried or flashed-off, but 
not fully cured, basecoat film, after which the 
resultant clearcoat film and the basecoat film are 
cured together thermally and with actinic radiation. 



Suitable coating materials for producing the basecoat 
film include the customary and known basecoat 
materials, especially aqueous basecoat materials. 

Examples of suitable aqueous basecoat materials are 
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The clearcoats and multicoat systems of the invention 
exhibit excellent scratch resistance, intercoat 
adhesion, weathering stability and chemical stability, 
an outstanding profile of optical properties, and 
extremely high reflow. 



Example 1 
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The production of a multicoat system of the invention 

A commercial primer-surf acer from BASF Coatings AG was 
applied first of all, using a gravity-feed gun, to 
steel panels coated cathodically with a commercially 
customary electrodeposition coating material 

(electrocoat having a film thickness of 18-22 urn) , and 
baked. This gave a primer- surf acer coat with a film 
thickness of from 35 to 40 Mm. Thereafter, for the 
purpose of better assessing the optical properties of 
the clearcoat film of the invention, the primer- 
surfacer was overcoated with a black aqueous basecoat 
material from BASF Coatings AG, which was dried 
initially at 80°C for 10 minutes. This aqueous basecoat 
material was applied in a wet film thickness such that 
following its complete curing the resulting dry film 
thickness was from 13.5 to 15 nm. 

Applied wet-on-wet to the basecoat film was a coating 
material curable thermally and with actinic radiation, 
in a wet film thickness such that full curing of the 
clearcoat film resulted in a film thickness of 35 fua. 
The coating material consisted of 13 6 parts by weight 
of an aliphatic urethane acrylate based on the 
isocyanurate of hexamethylene diisocyanate, which 
contains 12.5% by weight of isocyanate groups and had 
an average acrylate group functionality of 3.5, 47.9 
parts by weight of 2 , 4-diethyl-l , 5-octanediol , 13.6 
parts by weight of a commercial photoinitiator 
(Irgacure® 184 from CIBA AG), 1.36 parts by weight of a 
commercially customary silicone-based leveling agent, 
1.36 parts by weight of a commercial defoamer (BYK® 020 
from Byk) and 2 0 parts by weight of butyl acetate. 

Following a rest period of 6 min, the resultant 
basecoat film and clearcoat film were cured at 50°C 
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with UV radiation (3 000 mJ/cm 2 ) and then baked at 160°C 
for 45 min. 

The adhesion of the multicoat system of the invention 
was determined following 24 hours of storage at room 
temperature in accordance with the cross-cut test to 
DIN 53151 (2 mm) [ratings 0 to 5] . There was no 
delamination: rating GTO . 

The scratch resistance of the multicoat system on the 
test panels was assessed following two weeks of storage 
at room temperature by means of the BASF brush test 
described in fig. 2 on page 2 8 of the article by P. 
Betz and A. Bartelt, Progress in Organic Coatings, 22 
(1993), pages 27-37, albeit with modification in 
reS p ec t of the weight used (2000 g instead of the 280 g 
specified therein), assessment taking place as follows: 
In the test, the film surface was damaged using a mesh 
fabric loaded with a mass. The mesh fabric and the film 
surface were wetted copiously with a laundry detergent 
solution. The test panel was moved back and forward 
under the mesh fabric in reciprocal movements by means 
of a motor drive . 

The test element was an eraser (4.5 x 2.0 cm, broad 
side perpendicular to the direction of scratching) 
covered with nylon mesh fabric (no. 11, 31 fim mesh 
size, Tg 50°C) . The applied weight was 2000 g. 

Prior to each test the mesh fabric was replaced, with 
the running direction of the fabric meshes parallel to 
the direction of scratching. Using a pipette, 
approximately 1 ml of a freshly stirred 0.25% strength 
Persil solution was applied in front of the eraser. The 
rotary speed of the motor was adjusted so that 80 
double strokes were performed within a period of 80 s. 
After the test, the remaining washing liquid was rinsed 
off with cold tap water and the test panel was blown 
dry using compressed air. The gloss for DIN 6753 0 was 



measured before and after damage (measurement direction 
perpendicular to the direction of scratching) , and gave 
the following results: 

Initial gloss: 86 
Gloss after exposure: 63 
Gloss after storage 
at 60°C for 2 hours: 83 

The results evidence the good scratch resistance and 
extremely high reflow of the multicoat system of the 
invention . 

In terms of its chemical resistance, the multicoat 
system of the invention corresponded to the multicoat 
systems produced with the aid of customary and known 
two-component (2K) clearcoat materials. 
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Coating material curable thermally and with actinic 
radiation, and its use 

Patent claims 

1. A coating material curable thermally and with 
actinic radiation, comprising 

(al) at least one constituent containing 

(all) at least two functional groups which 
serve for crosslinking with actinic 
radiation, and 

(al2) at least one functional group which is 
able to undergo thermal crosslinking 
reactions with the hydroxy 1 and/ or thiol 
groups (a21) in the constituent (a2) , 



(a2) at least one branched, cyclic and/or acyclic 
C9-C16 alkane f unc-tionalized with at least two 
hydroxyl or thiol groups or with at least one 
hydroxyl and at least one thiol group (a21) . 

The coating material as claimed in claim 1, 
characterized in that it additionally comprises 
one or more of the components 

(a3) at least one photoinitiator , 

(a4) at least one thermal crosslinking initiator, 

(a5) at least one reactive diluent curable 
thermally and/or with actinic radiation, 



(a6) at least one coatings additive, 
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(a7) at least one thermally curable constituent, 
and/ or 

(a8) at least one organic solvent. 

The coating material as claimed in claim 1 or 2 , 
characterized in that said functional groups (all) 
comprise olefinically unsaturated groups and/or 
epoxide groups, especially olefinically 

unsaturated groups, and said functional groups 
(al2) comprise isocyanate groups. 

The coating material as claimed in one of claims 1 
to 3, characterized in that said constituent (al) 
comprises a urethane (meth) acrylate and/or 
polyester (meth) acrylate . 

The coating material as claimed in any of claims 1 
to 4, characterized in that the f unctionalized 
alkane (a2) is liquid at room temperature. 

The coating material as claimed in any of claims 1 
to 5, characterized in that the f unctionalized 
alkane (a2) has a boiling point of over 200°C. 

The coating material as claimed in any of claims 1 
to 6, characterized in that the functionalized 
alkane (a2) is acyclic. 

The coating material as claimed in any of claims 1 
to 7, characterized in that the functionalized 
alkane (a2) contains primary and/or secondary, 
especially primary and secondary, hydroxyl and/or 
thiol groups . 

The coating material as claimed in any of claims 1 
to 8, characterized in that the functionalized 
alkane (a2) is a polyol (a2) . 
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The coating material as claimed in claim 9, 
characterized in that the polyols (a2) are diols 
and/or triols (a2) . 

The coating material as claimed in claim 10, 
characterized in that the polyols (a2) are 
positionally isomeric dialkyloctanediols , 

especially diethyloctanediols . 

The coating material as claimed in claim 11, 
characterized in that the polyol (a2) consists of 
or comprises 2 , 4-diethyl-l , 5-octanediol . 

The use of the coating material as claimed in any 
of claims 1 to 12 in automotive OEM finishing, 
automotive refinish, the coating of plastics, the 
coating of furniture, and industrial coating, 
including coil coatings and container coatings, 
for the production of clearcoats and of multicoat 
color and/or effect coating systems. 

The use of the coating material as claimed in any 
of claims 1 to 12 for producing a clearcoat or a 
multicoat color and/or effect coating system, 
where at least one clearcoat film of a coating 
material as claimed in any of claims 1 to 12 
curable thermally and with actinic radiation is 
applied to the surface of the primed or unprimed 
substrate or wet-on-wet to the surface of a 
basecoat film and is cured together, where 
appropriate, with the basecoat film. 
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DECLARATION FOR UTlHfY OR 


Attorney Docket No. 


^T>N - 5538 


DESIGN 


First Named Inventor 


I Uwe MEISENBURG et al. 


PATENT APPLICATION 


COMPLETE IF KNOWN 


(37 CFR 1 .63) 
Declaration or ^^^^j Declaration 
Submitted Submitted after initial 






Application Number 




with initial Filing (surcharge 


Filing Date 


November 16, 2001 


Filing (37 CFR 1 .16 (e)) 


Group Art Unit 




required 


Examiner Name 





As below named inventor, I hereby declare that: 

My residence, post office address and citizenship are as stated below next to my name. 

I believe I am the original, first and sole inventor (if only name is listed below) or an original, first and joint inventor (if plural names are 
fisted below) of the subject matter which is claimed and for which a patent is sought on the invention entitled: 


COATING MATERIAL THAT CAN BE CURED THERMALLY OR BY ACTINIC RADIATION, AND ITS 
USE 


(Title of the Invention) 

The specification of which: 
I x | is attached hereto 

| x | Was filed on 26. May 2000 as United States Application or PCT International Application Number PCT/EPOO/04807 
and was amended on (if applicable). 

1 hereby state that 1 have reviewed and understand the contents of the above identified specification, including the claims, as amended 
by any amendment specifically referred to above. 

1 acknowledge the duty to disclose information which is material to patentability as defined in 37 CFR 1 .56, including for continuation-in- 
part applications, material information which became available between the filing date of the prior application and the national or PCT 
international filing date of the continuation-in-part application 


I hereby claim foreign priority benefits under 35, U.S.C § 119(a)-(d) or 3 
certificate or 365 (a) of any PCT international application(s) designating at 
listed below and have also identified below, by checking the box, any foreign 
international application^) having a filing date before that of the application o 


65(b) of any foreign 
east one country ot 
application^) for pat 
-i which priority is clai 


application^) for patent or inventor's 
ler than the United States of America 
snt or inventor's certificate, or any PCT 
med. 


Prior Foreign Application I Country I Foreign Filing Date 
Number(s) | I DATE/MONTH/YEAR 


Priority 
Not Claimed 


Certified Copy Attached? 
Yes No 


199 24 674.2 GERMANY 29. MAY 1999 


□ 


□ □ 




□ 










| | Additional foreign application number are listed on a supplemental priority data sheet PTO/SB/02B attached hereto: 




I hereby claim the benefit under 35 U.S.C 1 19(e) of any United States provisional application^) listed below: 


APPLICATION NUMBER(S) | FILING DATE 


| j Additional provisional application 
numbers are listed on a 
supplemental priority data sheet 
PTO/SB/02B attached hereto 
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U.S. DEPARTMENT OF COMMERCE-Patent and Trademark Office 



DECLARATION — f Utility or Design Patent Application 



POWER OF ATTORNEY 

I hereby appoint the practitioners) associated with the Customer Number provided below to prosecute 
this application and to transact all business in the Patent and Trademark Office conncected therewith 
application and to transact all business in the Patent and Trademark Office connected therewith 



□ 



j x j Customer Number or Bar Code Label or j j 



Correspondence address below 



County I United States of America I Telephone I (248) 948-2019 I Fax I (248) 948-2093 



I hereby declare that all statements made herein of my own knowledge are true and that all statements 
made on information and belief are believed to be true; and further that these statements were made with 
the knowledge that willful false statements and the like so made are punishable by fine or imprisonment, or 
'J* both, under Section 1001 of Title 18 of the United States Code, and that such willful false statements may 
jeopardize the validity of the application or any patent issued thereon. 



j Name OF SOLE OR FIRST NVENTOR: j 


A petition has been filed for this unsigned 
inventor 


Given Name Uwe 
, (first and middle fif any] K A 


Family Name MEISiNEURO-' 
or Surname 


Signature ALoir^ VU lOV^Ay- 


Date r^AO:QA 


= Residence: City D-47051 DuisbTfcrg State A Germany 


Country Federal Rebubfic Citizenship German 
of Genfnany 


' Mailing Address | Kardinal-Galen-Str. 42 ^ | X>\Jy 


city | D-47051 Duisburg | state J Germany j Z 'P j 



[Page 2 of 5] 

Declaration for Utility or Design Patent Application (PTO/SB/01) [1-1.1] 



• 



DECLARATION — | Utility or Design Patent Application 



□ 



POWER OF ATTORNEY 

I hereby appoint the practitioners) associated with the Customer Number provided below to prosecute 
this application and to transact all business in the Patent and Trademark Office connected therewith 



□ 



Customer Number or Bar Code Label 



D 



Correspondence address below 



26922 

PATENT-TRADEMARK OFFICE 



County I United States of America I Telephone I (248)948-2019 I Fax I (248) 948-2093 



I hereby declare that all statements made herein of my own knowledge are true and that all statements 
made on information and belief are believed to be true; and further that these statements were made with 
the knowledge that willful false statements and the like so made are punishable by fine or imprisonment, or 
both, under Section 1001 of Title 18 of the United States Code, and that such willful false statements may 
jeopardize the validity of the application or any patent issued thereon. 



Name OF SECOND INVENTOR: 


A petition has been filed for this unsigned 
inventor 


■Given Name Heinz-Peter 

, (first and middle Jif any] 


Family Name RINK 
or Surname 


§ SaSre ^/j?^ ^ ^7 




= Residence: City D-48153 Munster Stated Germany 


Country Federal Rebublic Citizenship German 
of Germany 


Mailing Address j Lohofener Weg 44 ^ j^-^^O 


city | d-48153 Munster | state Germany Z'P | 
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DECLARATION | Utility or Design Patent Application 



□ 



POWER OF ATTORNEY 

I hereby appoint the practitioners) associated with the Customer Number provided below to prosecute 
this application and to transact all business in the Patent and Trademark Office connected therewith 



Customer Number or Bar Code Label 



111111111 



26922 

PATENT-TRADEMARK OFFICE 



D 



Correspondence address below 



County I United States of America I Telephone I (248)948-2019 I Fax I (248) 948-2093 



O ' hereby declare that all statements made herein of my own knowledge are true and that all statements 
4J made on information and belief are believed to be true; and further that these statements were made with 
■ fi the knowledge that willful false statements and the like so made are punishable by fine or imprisonment, or 
both, under Section 1001 of Title 18 of the United States Code, and that such willful false statements may 
« jeopardize the validity of the application or any patent issued thereon. 



Name of Additional Joint Inventor, If any: j 


A petition has been filed for this unsigned 
inventor 


Given Name KarHieiaz 

; (first and middle [if anyl __a_i_u»*«. 


Family Name JOOST 
or Surname — . » , 


■. Inventor's * — 'y ^g-y^** 
; Siqnature ' 


Date QS 


Residence: City D-48317 Drensteinfurt State Germany 


Country Federal Rebublic Citizenship German 
of Germany iJ^KL/ 


Mailing Address | Dartmanns Kamp 7 


City | D-48317 Drensteinfurt J State | Germany | Zi P | 
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DECLARATION | Utility or Design Patent Application 



□ 



POWER OF ATTORNEY 

I hereby appoint the practitioner(s) associated with the Customer Number provided below to prosecute 
this application and to transact all business in the Patent and Trademark Office connected therewith 



Customer Number or Bar Code Label 



26922 

PATENT-TRADEMARK OFFICE 



□ 



Correspondence address below 



County I United States of America I Telephone I (248) 948-2019 I Fax I (248) 948-2093 



I hereby declare that all statements made herein of my own knowledge are true and that all statements 
made on information and belief are believed to be true; and further that these statements were made with 
the knowledge that willful false statements and the like so made are punishable by fine or imprisonment, or 
both, under Section 1001 of Title 18 of the United States Code, and that such willful false statements may 
jeopardize the validity of the application or any patent issued thereon. 



Name of Additional Joint Inventor, If any: j 


A petition has been filed for this unsigned 
inventor 


Given Name / M(jr/ er t 
(first and middle [if anyl / </J^=-- 






Family Name BAUMGART 
or Surname 


lnventor"s 
Signature 


\ /. Ua — n J 


Date 






Residence: City 


D-481X3 Munster 


State 


(^Germany 


Country 


Federal Rebublic 
of Germany 


Citizenship 


German 


Mailing Address 


| Am Dombusch 44a 










City | D-48163 Minister 


State 


Germany 




1 ZiP 
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